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Description 

BACKGROUND OF THE INVENTION 

This invention relates to filaments and fibers formed 
ot an ultrahigh molecular weight polyolefin that is micro- 
porous and wettablo. 

By "filament" it is intended to mean an essentially 
continuous strand of material; by "fiber" it is intended lo 
mean a discontinuous strand of material. 

By "strand like article" it is intended to mean fila- 
ments or fibers. 

By "microporous" it is intended to mean a filament 
or fiber that Is comprises of a plurality of inlerconnecting 
interstices that communicate with the outside and Inside 
of the filament or fiber body the interstices comprising 
a void volume of at least 20 percent of said body and 
preferably at least 50 percent of said body. 

By "wettable" It is intended to mean the property of 
being able to absorb water. 

U.S. Patent No. 4,422,993 discloses spinning solu- 
tions of ultrahigh molecular weight polyethylene to form 
filaments. 

U.S. Patent No. 4.545.950 discloses forming fila- 
ments, fibers, etc. by extruding a mixture of ultrahigh 
molecular weight polyethylene and paratfinic wax. cool- 
ing and stretching. The wax may be removed to form a 
microporous article. 

One of the features of this Invention is to provide 
microporous polyolefin filaments and fibers which exhib- 
it good wettability. Polyolefin filaments and fibers are not 
wettable unless treated. The prior art discloses using 
wetting agents lo impart wettability to polyolefin fibers, 
such, for example, as disclosed in U.S. Patent Np. 
3,870,567; treating nonwoven webs with an aqueous 
bath comprising water, a surfactant, and colloidal silica 
such as is disclosed in U.S. Patent No 3.985,580; coat- 
ing nonwoven webs with a hydrophilic vinyl monomer 
and catalyst such as Is disclosed In U.S. patent No. 
4.110,143; and treatment with corona discharge. 
EP-A-0202554 is concerned with hollow-fibers. 



homopolymcrs of ethylene, propylene and butylene; 
10% to 90% by volume of a hygroscopic filler having a 
particle size less than 10 microns and a surface area 
greater than 30 m2/gram; and about 1% to 15% by vol- 
s ume of a plastlcizer. in which the polyolefin, filler and 
plastictzer always add up to 100% by volume; said arti- 
cle having a void volume greater than 20% of the article 
Also according to the present invention there is pro- 
vided a nonwoven web formed of a multiplicity of the 
10 strand like articles as defined in the immediately preced- 
ing paragraph, said web having a macroporosity greater 
than about 50% and a maximum macropore size less 
than about 25 microns. 

Also there may be provided a waterlaid paper web 
^5 formed of a multiplicity of strand like articles as defined 
in the penultimate paragraph. The web may contain eel- 
lulosic fibers. 

Further according to the present invention there is 
provided a process of forming microporous strand like 
^ articles which are wettable comprising forming a mixture 
of an ultra high molecular weight polyolefin and a hygro- 
scopic filler having a particle size less than about 1 0 mi- 
crons and a surface area greater than about 30 
gram; feeding the mixture and a plasticizer to the feed 
^5 port of an extruder; heating and mixing the blend of the 
mixture and plasticizer in the extruder at a temperature 
sufficient lo plasticate the blend, feeding the extrudate 
from the extruder to a die suitable for forming strand like 
anicles: expressing strand like articles from the die; and 
30 extracting sufficient plastlcizer from the strand like arti- 
cles to achieve a void volume greater than 20%. 

DESCRIPTION OF prff prred EMBOniMPMT.c: 



SUMMARY OF THE INVENTIOI^ 

Filaments and fibers of ultrahigh molecular weight 
polyolefins are formed that have a void volume ot at 
least 20 percent and are wettable. Wettability is impart- 
ed by incorporating a finely divided, hygroscopic filler 
material into the polyolefin extrusion mixture prior to ex- 
trusion. 

The filaments and fibers are formed by extruding a 
mixture of the polyolefin and an extraclable plasticizer, 
and subsequently extracting at least part of the plastl- 
cizer by use of a solvent or nonsolvcnt for the plasiicizcr. 

According lo the present invention there is provided 
an attenuated slrand like, non-hollow article comprised 
of 10% to 90% by volume of an ultra high molecular 
weight polyolefin selected from ihe group consisting of 



3S The polyolefin employed may be any crystalline 
homopolymer or copolymer of monoolefins having from 
two to four carbon atoms, i.e., ethylene, propylene and 
butylene. Preferred are homopolymers of ethylene and 
propylene, and most preferred are high density polycth- 
^0 yiene and substantially . isotactic polypropylene 
homopolymers. The polyolefin should have an ultra- 
high molecular weight, i.e.. a standard load melt index 
of less than about 0.04 per ten minutes, and preferably 
0. when measured in accordance with ASTM 0 
^5 1238-70. an intrinsic viscosity greater than about 3.0 
and in the case of polyethylene, an inherent viscosity 
greater than about 3 dl/g (measured in decalin at 
135°C). Minor amounts of lower molecular weight poly- 
olefins may be blended therewith, i.e.. up to about 25% 
so t)y weight. 

It has been found that microporous polyolefin fila- 
ments and fibers can be formed wich exhibit good wet- 
tability by using as a filler admixed with the polyolefin a 
material which exhibits good affinity for water, i.e.. is hy- 
groscope in nature, and can withstand the temperature 
and pressure conditions existing in the extrusion proc- 
ess. However, the filler should not be soluble in water to 
any substantial degree. 
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The following materials may be used as the tiller 
material in the present invention: carbonaceous materi- 
als (e.g.. carbon black and graphite): metal oxides and 
hydroxides, such as those of silicon, aluminum, calcium, 
magnesium, barium, titanium, iron. zinc, and tin; metal s 
carbonates, such as those of calcium and magnesium: 
minerals such as mica, monimorilloniie. kaolinite. ana- 
pulgile. asbestos, talc, diatomaceous earth and vcr- 
mlculite; synthetic and natural zeolites: portland ce- 
ment; precipitated metal silicates, such as calcium sili- ic 
cate and aluminum polysilicate: alumina silica gels: 
glass particles, including microbeads, microspheres, 
flakes and fibers, and salts, such as molybdenum di- 
sulfide, zinc sulfide and barium sulfate. 

The preferred filler materials are those that have is 
surface s Hanoi groups which can hydrogen bond lo wa- 
ter, such as silica, mica, montmorlllonile. asbestos, talc, 
diatomaceous earth, vermiculite, synthetic and natural 
zeolites, Portland cement, silicates and polysilicateS: 
alumina silica gels, and glass particles. so 

The filler should, desirably, have a high surface ar- 
ea, which means it has either a small particle size or a 
high degree of porosity (i.e., high surface area or pore 
volume), or both. The particle size of the filler can range 
from an average of about 0.01 to about 1 0 microns cn 2S 
diameter. The surface area of the filler can range from 
about 30 to about 950 square meters per gram, and pref- 
erably in the range of from about 100 to about 500 
square meters per gram. The pore volume is desirably 
greater than about 0.075 cc per gram, and preferably 30 
from about 0. 1 to about 0.4 cc per gram. 

The surface area and pore volume of the filler can 
be measured using the nitrogen absorption method de- 
scribed by S. Brunauer. P. J. Emett, and E. Teller in the 
Journal of American Chemical Society . Vol. 6. page 308 3S 
(1938). and commonly kown as the BET method. 

The preferred plasticizers used in the present in- 
vention serve at least three purposes: they enable ult- 
rahigh molecular weight polyolefins to be extruded with 
conventional extrusion equipment by lowering the melt <o 
viscosity; they are the component thai is ai least partially 
removed after formation of the filaments or fibers to im- 
part porosity to the product; and the amount left in the 
final product acts to prevent the product from becoming 
brittle. 45 

Examples of suitable plasticizers for the present in- 
vention are organic esters, such as the sebacates, stea- 
rates, adipates. phthalates and citrates; epoxy com- 
pounds, such as epoxidized vegetable oil: phosphate 
esters, such as tricresyl phosphate; hydrocarbon mate- so 
rials such as petroleum oils; and natural oils such as tail 
oil and linseed oil. The preferred plasticizers are those 
extractable organic substances that have a solubility pa- 
rameter close to that of the polyolefin, preferably in the 
range of from 7.3 to about 8.4. The most preferred plas- ss 
ticizers are petroleum hydrocarbon oils. 

Although it is preferred to use a substantially water 
insoluble plasticizer, the present invention does not ex- 



clude the use of a mixture of plasticizers. one of which 
is water soluble and is substantially removed from the 
filaments or fibers after formation, so long as the plasti- 
cizer that is left in the final product to provide plasiiciza- 
tion IS substantially water insoluble. Alternatively, a wa- 
ter soluble plasticizer could be used and the filaments 
or fibers treated with a water insoluble plasticizer after 
removal of the water soluble plasticizer by extraction 
Suitable water soluble plasticizers include ethylene gly- 
col, polyethylene glycol, polypropylene glycol, glycerol, 
and ethers and esters thereof, alkyi phosphates, such 
as triethyl phosphate; polyvinyl alcohol; polyacrylic acid 
and polyvinyl pyrrolidone. 

In addition, although it is preferred to use as plasti- 
cizers extractable organic substances having a solubil- 
ity parameter in the range of about 7. 3 to about 8.4. ex- 
tractable organic substances having a solubility param- 
eter greater than 8.4 may be used and extracted, fol- 
lowed by applying a plasticizer having a solubility pa- 
rameter between about 7 3 to about 8.4 to the filaments 
or fibers. 

Other, conventional, additives may be added to the 
extrusion mixture, such as antioxidants, colorants and 
lubricants. 

The ultrahigh molecular weight polyolefin compo- 
nent should comprise between about 10 and about 90 
percent by volume of the filaments or fibers, preferably 
between about 40 to about 60 percent by volume 

The filler should comprise between about 10 and 
about 90 percent by volume of the filaments or fibers, 
preferably between about 40 and about 60 percent by 
volume. 

The plasticizer component should comprise be- 
tween about 1 and about 1 5 percent by volume of the 
filaments or fibers, preferably between about 1 and 
about 10 percent by volume 

In the process of the present invention, a blend is 
introduced into the extruder which comprises from about 
5 to about 65 percent by volume of the ultrahigh molcc* 
ular weight polyolefin component, about 5 to about 60 
volume percent of the filler component and about 20 to 
about 80 percent (preferably about 50 to about 60 per- 
cent) by volume of the plasticizer component. Other mi- 
nor conventional additives may be present in the extru- 
sion mixture in amounts recommended by their manu- 
facturers. 

Where the plasticizer is a liquid, as, for example, a 
petroleum hydrocarbon oil, it is preferred to add a por- 
tion of the plasticizer to the dry ingredients during mix- 
ing, and to add the rest of the plasticizer directly to the 
feed pon of the extruder together with the "dry" ingredi- 
ents. The extrusion mixture "dry" components may be 
mixed prior to introduction to the extrusion operation by 
any conventional mixing moans although it is important 
that a substantially uniform mixture be obtained. 

The extrusion mixture is metered loany convention- 
al extrusion known to be suitable in the art of filament 
and fiber formation. Screw extruders having two. coun- 
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lerrotating screws are preferred. There are a number ol 
manufacturers supplying such devices which come in 
various sizes dependent upon the throughput of mate- 
rial desired. The heating zones in the extruder barrel are 
heated to temperatures to obtain the desired degree of 
plastication, which depends upon the particular polyole- 
lin selected and the lormulalion Jed to the extruder For 
ultrahigh molecular weight polyethylene. It is generally 
desired to maintain the barrel at temperatures between 
about 200* and about 250*C. 

The output of the extrusion device is fed to a die 
suitable for forming filaments or fibers, such as a spin- 
neret type die. The optimum temperatures of the die de- 
pends upon the particular extrusion mixture employed 
but it is generally preferable to maintain the die at about 
the same temperature as that of the extruder barrel 
Such dies are well known in the art. and may include 
manifolds on one or both sides ol the die orifices for di- 
recting a hot gas stream against the extrudate at an an- 
gle designed to attenuate the filaments or fibers being 
extruded. The temperature of such hot gas stream is de- 
sirably maintained in the range of about 280'C to about 
540*C. 

Alternatively, and especially where continuous fila- 
ments are desired, individual filaments or bundles of fil- 
aments extruded from the die may be fed into a separate 
attenuating device employing a heated gas stream to 
attenuate the filaments. 

Attenuation may be accomplished by mechnical 
tension (e.g.. godet rolls) applied to the filaments extrud- 
ed from the die while the filaments are still at an elevated 
temperature, or subsequently after the filaments have 
cooled. It is preferred to perform attenuation of filaments 
after the filaments have been subjected to the extraction 
step. Attenuation of filaments lends to make them more 
supple and improves tensile strength and modulus of 
elasticity. However for cenain uses it may be desirable 
to omit attenuation. 

After filament orfiber formation, the plasticizer is ex- 
tracted therefrom. If two or more plasticizers are em- 
ployed, multistage extraction may be required, particu- 
larly if one plasticizer is water insoluble and one is water 
soluble. 

The solvent chosen to extract the plasticizer de- 
pends upon the nature of the plasticizer Where a petro- 
leum hydrocarbon oil is to be extracted, the following 
solvents are suitable: chlorinated hydrocarbons, such 
as trichtoroethylene. 1 .1 .1-trichloroethane, methylene 
chloride, perchloroethylene, tetrachloroethylene. car- 
bon tetrachloride, etc.; hydrocarbon solvents, such as 
hexane, benzene, petroleum ether, toluene, cyclohex- 
ane, etc.; and chlorofluorocarbons, such as trichlorotri- 
fluoroethane. If a water soluble plasticizer such as pol- 
yethylene glycol is to be extracted, suitable solvents in- 
clude: water; alcohols, such as methanol and elhanol; 
acetone; etc. 

The temperature at which the extraction is carried 
out can vary Irom ambient up to the melting point of the 



polyolefin. The extraction lime depends on the extrac- 
tion temperature, and the time and temperature are cho- 
sen so that the desired amount ol plasticizer is removed 
from the filaments or fibers. As mentioned previously, it 
has been found to be desirable to leave a plasticizing 
amount of plasticizer in the final product Therefore, ex- 
tractbn would be carried out under temperature and 
time conditions such that the desired amount of the plas- 
ticizer is left in the product. The particular means em- 
ployed to carry out the extraction Is not part of the 
present Invention. The extraction may be earned out on 
a batch basis or on a continuous basis by passing the 
strand like article, whether in filament or fiber form, 
through a liquid and/or vapor bath of the extraction me- 
dia, generally in a countcrcurront extraction manner. 
The extraction media and the plasticizer may then be 
recovered by distillation or other suitable separation 
means. 

The fibers of the present invention may be formed 
by conventional fiber forming techniques known in the 
art. For example, fibers may be formed by melt blowing 
in which the composilions disclosed herein arc fed to an 
extruder, for plastication, the extiudate from the extruder 
fed to a spinneret type die head containing a plurality of 
small die openings, and feeding the material from the 
die openings into a gas stream to attenuate the fibers 
The fibers may be collected upon a moving foraminous 
collection device as a mat Suitable devices arc do- 
scribed in U.S. Patent No. 3.650.866 and US Patent 
30 No. 3,947,537. 

Filaments may be formed by extruding the extru- 
date through a die orifice of a suitable type, such as a 
spinneret type die or, In the case of monofilaments^ 
through a plate containing many small holes, and ailen- 
35 uating the filaments by conventional mechanical means 
cither while the filaments are In a heated stale or after 
cooling, and preferably after extraction. The filaments 
may, if desired, be chopped into staple libers to provide 
fibers having a larger diameter than is usually formed 
^0 by melt blowing 

The filaments and fibers of the present invention 
have a void volume greater than about 20%. preferably 
greater than about 50%. and as high as about 80%. Void 
volume is determined by removing the plasticizer by sol- 
^5 vent extraction and deiermtning the amount of extracted 
oil that was present In the filaments or fibers. 

The average pore diameter of the pores in the fibers 
and filaments of the present invention is less than about 
1 .0 micron, and at least about 90% of the pores have a 
50 pore diameter of less than about 0.5 micron. The aver- 
age pore diameter can range down to about 0 1 micron 
or less Pore diameter is measured by conventional 
mercury intrusion techniques The pores or porosity of 
the fibers and filaments of this invention are sometimes 
55 referred to herein as "micropores" or "microporosity" 
and the pores or porosity of woven or nonwoven sheets 
made from them referred to as "macropores* or "macro- 
porosity." 
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For fibers formed by the melt blowing process the 
average diameter is less than 1 0 microns, and generally 
ranges between about 1 and about 10 microns. 

The "coarseness" of the fibers of the present inven- 
tion is less than 1 decigrex. and generally less than 
about 0.5 decigrex. By comparison, ordinary polyolefin 
melt blown libers have a coarseness greater than 1 deci- 
grex. Generally speaking, the coarseness of the fibers 
of the present invention will be approximately 20% to 
about 50% that of a nonporous fibers of corresponding 
dimensions, depending upon the void volume. "Coarse- 
ness" is measured by TAPPI Method No. T234 SU-67; 
the decigrex unit is measured as weight of fibers in mil- 
ligrams per 100 meters of the fibers. 

The fibers of the present invention may be used to 
form nonwoven webs directly as part of the melt blown 
process as. lor example, described in tJ.S. Patent No. 
3.947,537. The nonwoven webs thus formed may be 
calendered to control the thickness and porosity of the 
web to desired levels. Alternatively, nonwoven webs can 
be formed in a separate operation by conventional air- 
laying techniques either with adhesives to enhance fiber 
to fiber bonding or by heating and/or pressing such webs 
to cause fiber to fiber bonding. 

The fibers may also be formed into webs by the wet- 
laid processes used in cellulosic paper manufacture. 
The fiberS: being wctlable, can be formed into a web 
either alone or in admixture with cellulosic fibers. Al- 
though ihe fibers of the present invention are wettabIC: 
they are hydrophobic and it is, therefore, desirable to 
employ a dispersing agent to aid in the uniform disper- 
sion of the fibers in aqueous slurries. Suitable dispersing 
agents include anionic surfactants, such as alkali salts 
of higher fatty acids, alkyisulfonic acid salts, alkylaryl 
sulfonate salts and sulf osuccinate ester salts. As an ad- 
ditive to cellulosic fibers, the fibers of the present inven- 
tion enhance optical properties, such as brightness and 
opacity, of paper formed from such a blend. Such paper 
has enhanced printability with inks of alt types, particu- 
larly where the fibers of the present invention constitute 
all or a substantial portion of the fibers in the paper web. 
The present fibers also impart water resistance to such 
paper webs. 

Webs formed from fibers of the present invention, 
whether formed by an airlaid or wet laid technique, and 
whether or not they are mixed with cellulosic fibers, ex- 
hibit enhanced printability with inks of all types, and such 
webs are either water resistant (where the fibers of the 
present invention are present as the sole or major por- 
tion of the total fiber content) or exhibit enhanced water 
resistance (where the fibers of the present invention are 
present to a lesser extent). 

The continuous filaments of the present invention 
may be formed into spunbonded webs by forming a web 
of the filaments ranging from less than about 0.5 to 
about 1 0 microns in thickness and bonding under heat 
and pressured by conventional techniques, such as 
those used to form Tyvek (trademark of E. I. Dupont) or 



used in the Docan process (Lurgi f^ineroltechnik Gm- 
bH). 

Although generally round or oval in cross -sect ion, 
the fibers and filaments of the present invention may be 
5 made in almost any cross-sectional shape, and may be 
hollow instead of solid, by choosing an appropriate die 
shape. 

The fibers and lilaments of the present invention 
may bo used for any use to which fibers and filaments 
10 of other materials are currently used. Because of their 
porosity, they form articles of lighter weight than similar, 
solid fibers or filaments. This property, together with the 
properties of water resistance and excellent dyeability. 
makes woven and nonwoven fabrics and webs made 
'5 therefrom particlarly useful for tenting and clothing. The 
fibers and filaments of the present inevntion and fabrics 
and webs made therefrom, also make excellent filler 
media, and can also be used as the substrate for time 
release of pharmaceuticals, agricultural and other 

20 chemicals. 

A particularly good use for the woven and nonwo- 
ven webs made from the filaments and fibers of the 
present invention are as battery separators, tt is known 
to make battery separators from nonwoven webs of 

2S polyolefins. such as Is disclosed in U S. Patent No. 
3,870,567, and it is known to make battery separators 
from microporous sheets, such as is disclosed in U.S. 
Patent No 3,351.495 However, it was not known before 
the present invention to lorm battery separators of fibers 

30 or filaments that were microporous 

The use of microporous filaments or fibers that are 
wettable to form the battery separator provides greatly 
enhanced ability to absorb electrolyte over prior nonwo- 
ven web type separators or over prior microporous 

3S shee! separators. This is due to the fact that separators 
formed of the filaments or fibers of this invention exhibit 
both macroporosity and macroporosity This property is 
particularly useful in forming "slaived electrolyte' type 
batteries where the ability of the separator to absorb and 

^0 retain electrolyte is critical since the only electrolyte 
present is that absorbed by the separator and plate 

The woven or nonwoven webs may be used as sep- 
arators by themselves or attached to another separator 
material, such as the sheet type separator disclosed in 

<5 U.S. Patent No. 3.351.495. Such nonwoven web lami- 
nates permit the use of much thinner sheet separators 
to which the nonwoven web Is attached (such as the 
sheet separator of the aforementioned '495 patent) 
since the nonwoven web acts as a reinforcing layer. 

50 The separators of the present invention may be 
substituted for glass fiber type separators currently used 
and disclosed in numerous issued patents as, for exam- 
ple. U S Patent Nos. 4.072.802. 4,153.759. etc , and 
arc superior to such glass fiber separators due to the 
microporosity of the fibers and filaments of the present 
invention. 

It is preferred to make the separators from the fibers 
and filaments of this invention at thicknesses ot less 
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than about 3,8x1 0^ microns) (15 mils), and preferably 
from about 25,40 to about 2.54x102 microns (1 to about 
10 mils). Such separators exhibit an electrical resist- 
ance of less than about 9.1x10'2 milliohms per square 
centimeter per micron thickness (1.5 milliohms per s 
square inch per mil thickness) For starved electrolyte 
type batteries the thickness may be up to 2.54x1 0^ mi- 
crons (100 mils). 

The folk>wing examples illustrate specific ways of 
practicing the present invention, but are not to be con- 'O 
strued as limiting the scope of the invention. 

Example 1 

A mixture containing 16.78 kilograms (37 pounds) ^5 
of ultrahigh molecular weight polyethylene (Himont 
1900 UHMW Polymer). 62.14 kilograms (137 pounds) 
of hydrated, amorphous silica (Hi-Sil 233 manufactured 
by PPG Industries), and 0.27 kilograms (0.6 pounds) of 
Petrac CA-81 (a lubricant manufactured by Desoto, Inc) 2o 
is thoroughly blended in a Littleford high intensity mixer 
for two minutes. To the mixer was added 123 liters (27 
gallons) of Shellflex 412 (a petroleum hydrocarbon oil 
manufactured by Shell Oil Company) al a temperalure 
of about 51.7''C (125'F), and the resulting mixture 25 
blended tor an additional five minutes. The resulting 
mixed blend is placed into a f^ahon continuous blender 
and blended until fed to the extruder. The blend is me- 
tered to the feed port of a Leistritz Mo6e\ ZSE 96 extrud- " 
er at the rate of 5.7x1 0'^ kg/sec (450 pounds per hour). 30 
At the same time, Shellflex 41 2 is continuously metered 
into the teed port of the extruder at the rate of .63x1 0*^ 
kg/sec (50 pounds per hour). The barrel is heated to a 
temperature of 220'C. The cxtrudate Is fed to a die hav- 
ing the design disclosed in U.S. Patent No. 3,947,537 3S 
maintained at a temperature of 220*0. Hot air 3l6*C 
(600® F) is fed into the manifold surrounding the die 
holes at a rate that provides good fiber formation. The 
fibers thus formed are collected on a rotary screen lo- 
cated 61 cm (24 inches) from the die. A representative ^0 
sample weighing 100 grams of the collected fibers is 
placed into the 12 liter flask of a Soxhiet extractor con- 
taining 6 liters of 1 . 1 , 1 -trichloroethane and extracted for 
15 minutes at 72''C. The extracted fibers have a void 
volume of approximately 60%. 

Example 2 

A hand sheet is prepared from the fibers of Example 
1 in accordance with TAPPI T205 m-59. The resulting so 
handsheet exhibits good formation, is very white in ap- 
pearance and holds together nicety. 

Example 3 

55 

The procedure of Example 1 using the same com- 
position is repeated except that the heated air to the 
manifolds is turned off. The continuous filaments of ex- 



tf udate thus formed are allowed to cool Several lengths 
of filaments approximately one meter in length are cut 
and extracted in a Soxhlei extractor as in Example 1. 
After extraction, the filaments are stretched (attenuated) 
to a length of approximately two meters. The diameter 
is reduced as a result of this stretching and very white, 
continuous filaments are obtained which are wettable. 

Example 4 

Example l is repeated except that the collector is 
located approximately 25 4cm (10 inches) from the die. 
The resulting mat Is cut into a sheet approximately 
15.2cm X 15.2cm (6x6 inches) in size. The sheet is 
extracted in a Soxhiet extractor as in Example 1. The 
extracted sheet is placed between two plates of a press 
approximately 25.4cm x 25.4cm (10x10 inches) in size 
at a plate temperalure of about 138*C (280''F). The 
plates are compressed to a gap of about 1 0 mils and 
kept closed for about 20 seconds. The resulting nonwo- 
ven web is vt^iie in appearance and is wcltabic. 

Example 5 

The nonwoven web of Example 4 is measured for 
electrical resistance in a Palico tester involving a ten 
minute soak in boiling (100*C) water and a twenty 
minute soak in 1.780 specific gravity sulfuric acid at 
26*C. The electrical resistance is 1 .6 milliohms per sq 
cm (10 milliohms per square inch). 

Example 6 

A mixture containing 1.5kg (3.3 pounds) of ultrahigh 
molecular weight polyethylene (Rimonl 1900 UHMW 
Polymer). 5.2kg (11.5 pounds) of hydrated, amorphous 
silica (Hi-SII 233 manufactured by PPG Industries). 
.03kg (0.06 pounds) of Irganox B 215 (an antioxidant/ 
stabilizer manufactured by Ciba-Gcigy). and .03kg 
(0 06 pounds) of Petrac CA-BI (a lubricant manufac- 
tured by Desote, Inc.) was thoroughly blended in a Lit- 
tleford high intensity mixer for two minutes. To the mixer 
was added 17.27 liters (3.8 gallons) of Shellflex 412 (a 
petroleum hydrocarbon oil manufactured by Shell Oil 
Company) at a temperature of about 2rc (70'*F), and 
the resulting mixture blended for an additional five min- 
utes. The blend was metered to the first teed port of a 
Batol IWIodel BTS 40 extruder at the rate of 31 grams per 
minute. At the same time. Shellflex 41 2 was continuous- 
ly metered into the second feed port of the extruder at 
the rate of 11 grams per minute. The barrel was healed 
to a temperature of 195''C to 240''C. The extruder is fed 
to a die having the design disclosed in U.S. Patent No 
3,947.537. The nosepiece of the die was 25 4cm (ton 
inches) in length and had 100 holes each of which had 
a diameter of .064cm (0.025 inch). The die was main- 
tained at a temperature of 236"*C to 3l5'C. Hot air 
316"C (eOO'^F) is fed into the manifold surrounding the 
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die holes at a rate that provides good fiber formation. 
The fibers thus formed are collected on a rotary screen 
located approximately 91 .44cm (36 inches) from the die. 
A representative sample weighing 100 grams of the col- 
lected fibers is placed into the 1 2 liter flask of a Soxhtet s 
extractor containing 6 liters of 1 , 1 , l -trichloroethane and 
extracted for 15 minutes at 75''C The extracted fibers 
have a void volume of approximately 60%. 



Claims 

1. An attenuated strand like, non-hollow article com- 
prised of 10% to 90% by volume of an ultra high 
molecular weight polyolefin selected from the group '5 
consisting of homopolymers of ethylene, propylene 
and butylene; 10% to 90% by volume of a hygro- 
scopic filler having a particle size less than 10 mi- 
crons and a surface area greater than 30 m^/gram; 
and about 1% to 15% by volume of a plasticizer. in so 
which the polyolefin, filter and piasticizer always 
add up to 100% by volume; said article having a void 
volume greater than 20% of the article. 

2. The article ot Claim 1 wherein the filler-is a material 2S 
having surface silanol groups. 

3. The article of Claim 2 wherein the filler is silica. 

4. The article of Claim 1 wherein the polyolefin is pol- 30 
yethylene having an inherent viscosity greater than 
about 5 dl/gram 

5. The article of Claim 1 wherein the piasticizer is a 
petroleum hydrocarbon oil. 3S 

6. The article of Claim 1 in which the average diameter 
of said article is in the range of 1 to 10 microns. 

7. A nonwoven web formed of a multiplicity of the 
strand like articles of Claim 1 , said web having a 
macroporosity greater than about 50% and a max- 
imum macropore size less than about 25 microns. 

8. Awatertaidpaper web formed of a multiplicity of the 
strand like articles of Claim 1. 

9. The paper web of Claim 8 containing cellulosic fib- 
ers. 

so 

10. A woven fabric formed of a multiplicity of the strand 
like articles of Claim l . 

11. A battery separator comprised of a web formed of 

a multiplicity of the strand like articles of Claim 1 , ss 
said web having a thickness of between 25.4 and 
2:54x1 0^ microns (1 and 100 mils) and an electrical 
resistance of less than about 9,1x10*2 rnilHohms/ 



cm2 per micron thickness (1 .5 millohms per square 
inch per mil thickness). 

12. A process of forming microporous strand like arti- 
cles which are wettable comprising forming a mix- 
ture of an ultra high molecular weight polyolefin and 
a hygroscopic filler having a particle size less than 
about 10 microns and a surface area greater than 
about 30 m^/gram: feeding the mixture and a pias- 
ticizer to the feed port of an extruder; heating and 
mixing the blend of the mixture and piasticizer in the 
extruder at a temperature sufficient to plasiicate the 
blend; feeding the extrudatc from the extruder to a 
die suitable for forming strand like articles; express- 
ing strand like articles from the die; and extracting 
sufficient piasticizer from the strand like articles to 
achieve a void volume greater than 20%. 

13. The process of Claim 1 2 wherein the strand like ar- 
ticles are attenuated after extraction. 

14. The process of Claim 1 2 wherein the strand like ar- 
ticles are attenuated by contacting the strand like 
articles with heated air after they are expressed 
from the 



Patentanspruche 

1. Gestreckter, strangartiger, nichthohler Artikel be- 
stehend aus 10 bis 90 Vol.-% eines Polyolefins mit 
extrem hohem Molekutargewicht ausgewahit aus 
der Gruppe bestehend aus Homopolymeren Ethy- 
len, Propylen und Butylen; 10 bis 90 Vol -% eines 
hygroskopischen Fullmittels mil oiner Partikelgr6f3e 
von woniger als 10 |.im und einer Oberflache von 
mehr als 30 m^/g; und etwa 1 bis 15 Vol.-% eines 
Weichmachers, wobei das Polyolefin, das Fullmittel 
und der Weichmacher sich immer zu 100 Vol.-% 
aufaddieren und der Artikel em Porenvolumen von 
mehr als 20 % des Artikels hat. 

2. Artikel nach Anspruch 1 , dadurch gekennzeichnet, 
daf) das Fullmittel ein Material mit Oberflachensila- 
nolgruppen ist. 

3. Artikel nach Anspruch 2, dadurch gekennzeichnet, 
daB das Fullmittel Siliziumoxid ist. 

4. Artikel nach Anspruch 1 , dadurch gekennzeichnet, 
daf) das Polyolefin Polyethylen mit einer Eigenvis- 
kositat von mehr als etwa 5 dl/g ist. 

,5. Artikel nach Anspruch 1 , dadurch gekennzeichnet, 
dalB der Weichmacher ein Erdol-Kohlenwasserstoff 
ist. 

6. Artikel nach Anspruch 1 , dadurch gekennzeichnet. 
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da3 der mitilere Durchmesser des Artikets im Be- 
reich von 1 bis 10 ^im liegt. 

7. Nichtgewebte Bahn, welche aus einer Vielzahl von 
strangartigen Ariikeln gemafB Anspruch i gebildet 
ist. dadurch gekennzeichnet, da3 die Bahn eine 
Makroporosltat von mehr als etwa 50 % und eine 
maximale Makroporengr63e von wenigcr als ctwa 
25 hat. 

8. Wasserbeiegte Papierbahn, gekennzeichnet durch 
eine Vielzaht von strangartigen Artikeln gemaB An- 
spruch 1. 

9. Papierbahn nach Anspruch 8, gekennzeichnet 
durch Zellulosefasern. 



Revendieations 

1 . Article non creux en cordon affine constitue de 1 0% 
^ 90% en volume d'une polyolefine de poids moie- 

s culaire ultra eleve choisi ^ partir de la fonction qui 
est compose d'homopolym^res d'6thyi^ne, de pro- 
pylene et de bulylene; dc 10% a 90% en volume 
d'une matiere de remplissage hygroscopique ayant 
. une drmension de particulo inferieure a 1 0 microns 

'0 et une superficie superieure a 30 m^/gramme; et 
d'environ 1% ^ 15% en volume d'un agent plasti- 
fiant. dans lequel la polyolefine, la matiere de rem- 
plissage et ragent plastitiant s'ajouteni loujours 
pour arriver d 100% en volume: ledit article ayant 

IS un volume vide superieur k 20% du volume dc I'ar- 
ticle. 



10. Webstoff, gekennzeichnet duch erne Vielzahl von 
strangartigen Artikeln gemaO Anspruch 1. 

11. Batterictrennclement bestehend aus einer Bahn, 
welche aus einer Vielzahl von strangartigen Artikeln 
gema3 Anspruch 1 gebildet ist, dadurch gekenn- 
zeichnet. daO die Bahn eine Dicke zwischen 25,4 
und 2,54 lO^pim (1 und lOO mils) und einen elek- 
tnschcn Widerstand von weniger als etwa 9, 1 * lO'^ 
mOhm/cm2 pro Dicke in pm (1 ,5 mOhm/inch^ pro 
Dicko in mil) hat. 

12. Verfahren zum Bilden mikroporoser strangartiger 
Artikel, welche benetzbar sind. umfassend die (ol- 
genden Schritte: Biiden eines Gemisches aus ei- 
nem Polyolefin mit extrem hohem Molekulargewicht 

und einem hygroskopischen Fullminel mit einer 
PartikclgroRe von weniger als etwa lO^im und einer 
Oberfiache von mehr als etwa 30 m^/g; Zuluhren 
des Gemisches und eines Weichmachers zur Ein- 
gabeotfnung eines Extruders; Erwarmen und Ver- 
mischen der Mischung aus dem Gemisch und dem 
Weichmacher in dem Extruder bei einer zum Plasti- 
fizieren der Mischung ausrerchenden Temperatur; 
ZufOhren des Extrudats von dem Extruder zu einem 
fur die Biidung strangartiger Artikel geeigneten Du- 
se; Herauspressen strangartiger Artikel aus der DO- 
se; und Extrahieren einer ausreichenden Menge 
des V\/eichmachers aus den strangartigen Artikeln 
zum Erzeugen eines Porenvolumens von mehr als 
20 %. 

13. Verfahren nach Anspruch 12. dadurch gekenn- 
zeichnet, daO die strangartigen Artikel nach dem 
Extrahieren gestreckt werden. 

14. Verfahren nach Anspruch 12, dadurch gekenn- 
zeichnet, daO die strangartigen Artikel durch Beauf- 
schlagen der strangartigen Artikel mit erwarmter 
Lutt gestreckt werden, nachdem sie aus der Duse 
herausgepreOt worden sind. 



2. Article seton la revendication l , dans lequel la ma- 
tidre de remplissage est une matiere prcscntant 

30 des fonctions de surface de sllanol. 

3. Article selon la revendication 2. dans lequel la ma- 
tiere de remplissage est de la silice. 

2S 4. Article selon la revendication 1. dans lequel la po- 
lyol6fine est du polyethylene ayant une viscosite in- 
herente superieure d environ 5 dl/gramme. 

5. Article scion la revendication 1 . dans lequel Tagcnl 
30 plastifiant est une huile d'hydrocarbure de petrole. 

6. Article selon la revendication 1 , dans lequel le cia- 
mtUe moyen de chaquo article est dans une plage 
ailant de 1 a 10 microns. 

35 

7. Tissu non tisse forme par un grand nombre d'arti- 
cles du type cordon selon la revendication 1 , ledit 
tissu ayant une macroporosite superieure ^ environ 
50% et une dimension maximale dc macropore in- 

<o ferieure ^ environ 25 microns. 

8. Tissu de papier verge a I'eau forme par un grand 
nombre d'articles du type cordon selon la revendi- 
cation 1. 

45 

9. Tissu de papier scion la revendication 8 contenant 
des fibres ccllulosiques. 

1 0. Etoff e tissee formee par un grand nombre d'articles 
so du type cordon selon la revendication 1 . 

11. Separateur de batterie constitue d'un tissu forme 
par un grand nombre d'articles du type cordon sok)n 
la revendication 1 , ledit tissu ayant une epaisseur 

ss entre 25,4 et 2,54 x 10^ microns et une resistance 
electrique inferieure a environ 9.1 x lO'^milliohms/ 
cm2 par micron d'epaisseur. 
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12. Precede de formation d'articles du type cordon mi- 
croporeux qui sont humidifiables comprenan! la for- 
mation d'un melange de polyefine ^ poids molecu- 
laire ultra eleve et d*un agent de remplissage 
hygroscopique ayant une dimension de partrcule in- s 
ferieure d environ 10 microns et une superficie su- 
pdrieuro d environ 30 m^/gramme; I'amenee du me- 
lange et d'un agent plasiitiant a rortfice d'alimenta- 
lion d'une extrudeuse: le chauffage et le melange 

du melange et de I'agenl plastrfiant dans I'extrudeu- to 
se d une temperature suffisante pour plastlfier le 
melange; I'amenee du produit d'exlrusion prove- 
. nam de I'extrudeuse jusqu*^ une matrice adapt6e 
pour la formation des articles du type cordon; ('ex- 
traction des articles du type cordon de la matrice; '5 
el I'extraction de suffisamment d'agent plaslifianl 
des articles du type cordon pour obtenir un volume 
vide supdrleur d 20%. 

13. Proc6d6 selon la rovcndication 1 2, dans lequel les 20 
articles du type cordon sont affinds apres extrac- 
tion. 

14. Precede selon la revendicalion 12, dans lequel les 
articles du type cordon sont affin6s en metlant en ^5 
contact les articles de cordon avec de I'air chaud 
apr6s leur extraction de la matrice. 
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